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Natural objects, as leaves, plants, fibres, texture of cloth,
thin sections of wood, bone, etc , appear in distinct outline
upon a white ground. Live animals in the tank, as in-
sects, larva> of gnats, shrimps, worms, lizards, etc., appear
as huge monsters upon the screen, and excite a lively inter-
est by their eccentric movements.

Drawings are quickly put on glass by coating or rub-
bing the glass with soap, Tho surface is half-transparent.
The drawing is made with a sharpened piece of wood, and
appears then in clear light It is very easy to remove this
drawing, like a drawing on a slate

India ink, mixed with rain water to a thick mass will
stick on non-prepared glass

Designs may bo nicely etched upon glass by first coating
the glass with a thin, even coat of beeswax, which can be
well done by heating the glass over a lamp until the wax
melts and flows over its upper surface, When It is cool,
draw the design with a needle-point or a small awl, cut-
ting through the wax all the way Take an old saucer or
some such dish which you are willing to spoil for other
use, and put into it a tabloapoonful of powdered flourspar.
Upon that pour a tablespoonful of strong sulphuric acid,
and stir them together with a stick. Fasten the glass, the
drawing uppermost, to a piece of board large enough to
completely cover the dish The fastening can be done by
crowding tacka into the wood, so that the heads shall lap
the glass and keep it In its place When thus fixed and
laid over the mixture of spar and acid, gently heat the
dish, being careful not to inhale the fumes that will escape
When the fumes begin to appear, put the whole either out
of doors or in a good chimney-draught, and let It remain
eight or ten minutes, when the wax may be removed by
heat and rubbing, and the drawing will be found etched
into the glass.r to asuSsfc one
